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LXXf. A Letter from John Canton, M. A. 
and F. R. S. to Benjamin Franklin, 
LL. D. and F. R. S. containing feme Re- 
marks on Mr. Delaval'V E/ef/rical Experi- 
ments. 

Dear Sir, 

RwdFeb. 4, It /TR. Delaval, in his curious electrical 

1?6lf XVjL experiments, found that Portland 
ftone, common tobacco-pipe, &c. would readily con- 
dud the eledtrical fluid, when very hot, or when quite 
cold; but were non-condu&ors in an intermediate 
ftate. As no one, that I know of, has yet attempted 
to account for this, I fhali fubmit the following fo- 
lution to your judgment. 

The ftone, tobacco-pipe, wood, &c. I apprehend, 
condudt when cold, by the moifture they contain in 
that ftate; when their moifture is evaporated by heat, 
they become non-condudtors 5 and when they are 
made very hot, the hot air at, or near their furfaces, 
will condud, and the bodies appear to be condu&ori 
again. 

To prove that hot air will condudt the ele&rical 
fluid, let the end of a poker, when red-hot, be 
brought, but for a moment, withiri three or four 
inches of a fmall ele&rifted body, and its ele&rical 
power will be almoft, if not entirely deftroyed. 

And if excited amber, &c. be held within an 
inch of the flame of a candle, it will lofe its elec- 
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tricity before it has acquired a fenfible degree of 
heat (i)* 

That glafs is a condu&or in damp weather, on ac- 
count of the moifture on its furface, is well known ; 
as alfo, that warming it a little will render it a non- 
conductor ; and that a great degree of heat will make 
it feem to be a conductor again. Now tobacco-pipe, 
wood, &c. will not only attract the moifture of the 
air to their furfaces, but will alfo abforb it ^ whence 
they are condu&ors in dry weather ; and require 
more heat than glafs, as well as a longer continuance 
in it, to render them non-condu&ors. It is remark- 
able, that tobacco-pipe, after it begins to cool, will 
become a condudor again, fooner than moft other 
fubftances, and much fooner than wood. The caufe 
of this appears to me, to be the tobacco-pipe's ab- 
forbing the moifture of the air fafter than moft other 



(i) I have obferved alfo, that the Tourmalin, Brazil Topaz, 
and Brazil Emerald, will give much ftronger figns of electricity 
while cooling, after they have been held about a minute within 
two inches of an almoft furrounding fire, where the air is a con- 
ductor, than they ever will after heating them in boiling water* 
And if both fides of either of thofe ftones be equally heated, but 
in a lefs degree than will make the furrounditig air a conductor, 
the electricity of each fide, whether plus or minus, will continue 
fo, all the time the ftone is both heating and cooling ; but will 
increafe while it is heating, and decreafe while it is cooling* 
Whereas, if the heat be fufficient to make the furrounding air 
conduct the electric fluid from the pofitive fide of the ftone to 
the negative fide of it, while heating ; the electricity of each fide 
will increafe, while the ftone is cooling, and be contrary to 
what it was, while the ftone was heating. See the Philofophical. 
Txaiifaclions, Vol. LI. p. 403 and 404. 

fubftances* 



[ 459 ] 

fuhftances, and much fafter than wood : for the fur- 
faces of tobacco-pipe and wood being wetted, the 
furface of the wood will continue wet much longer 
than the furface of the tobacco-pipe. 

That tobacco-pipe does not become a non-con- 
duftor by a particular degree of heat, without eva- 
porating its moifture, is evident, from the following 
experiments. If three or four inches of one end of a 
tobacco-pipe, of more that a foot in length, be made 
red-hot, without fenfibly heating the other end, this 
pipe will prove a ready conduftor, through the hot 
L P furrou„ P di„gone par? of it, and '.he „&» con- 
tained in the other $ although fome part of it muft 
have flie degree of heat of a non~condu£tor. But if 
the whole pfpe be made red-hot, and fuffered to cool, 
till it has only fuperficial moifture enough to make it a 
good conductor j and then three or four inches of one 
end be again made red-hot, it will become a non- 
coqdu&or. And if a nail be placed at, or near each 
end of a longifti folid piece of any of the abforbent 
bodies above-mentioned, fo that the point of each 
nail may be about half the thicknefs of the body, 
within its furface ; this body, by heat, may be made 
a non-condu&or externally, or fuperficially, while it 
remains a good conductor internally : for the electric 
fluid will pafs readily from one nail to the other, 
through the middle of the body, when it will not 
pafs on its furface $ and even when the internal parts 
of the body are in an equal degree of heat with the 
external ; as they muft foon be, after it begins to cool. 
But if the fame body be expofed, for a ftiort time, s 
to a greater degree of heat than before ; or if it be 

kept; 
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kept longer in the fame heat, it will become a non- 
conductor entirely. 

In making the above experiments, I ufed the little 
electrometer, which I have defcribed in the forty- 
eighth volume of the Philofophical Tranfadtions, 
p. 783, and fupported it by fealing-wax, or warm 
glafs. 

I well remember your acquainting me, that Mr. 
Delaval did not approve of the above manner of ac- 
counting for his experiment on tobacco-pipe, foon 
after you related it to him, which was fome time laft 
fummer: but as it ftill appears fatisfa&ory to me, 
not with (landing what that gentleman has lately offered 
againft it (2), your laying it before the Royal Society 
will oblige, 

Deaf Sir, 

Your mofl: obedient 

and moft humble ferant, 

Spital-Square, t 1 „ /"\* «*#.,*.* 

January 21, 1762. JO" n UHltOH. 
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(2) Sec a Letter from Mr. Delaval to Mr. Wilfon, in the 
firft part of the fifty-fecond volume of the Philofophical Trans- 
actions, 



p.s. 
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P. S. Having formerly obferved, that the fri&ion be- 
tween Mercury and Glafs in vacuo, would not 
only produce the light of ele&ricity, as in the 
luminous barometer, or within an evacuated 
glafs ball, but would alfo ele&rify the glafs on 
the outfide ; I immerged a piece of dry Glafs 
in a.bafin of Mercury, and found, that by- 
taking it out, the Mercury was electrified minus, 
and the Glafs electrified plus, to a con fider able 
degree. I found alfo, that Amber, Sealing- 
wax, and Ifland Cryftal, when taken out of 
Mercury, were all ele&rified pofitively (3)* 
How does it then appear, that the electricity, 
which was obferved upon rubbing the laft 
mentioned fubftanee, after it was taken out of 
Mercury furrounded by Ice, was owing to cold> 
and not to the friSlion between it and tne Mer- 
cury, in taking it out ? Ifland Cryftal, when 
warm, is a non-condu&or ; and all non-con- 
duCtors may be excited with proper rubbers. 



( 3) A fmall quantity of an amalgama, or mixture, of Mer- 
cury and Tin, with a very little Chalk or Whiting, being 
ruboed on the cufhion of a globe, or on the oiled filk-rubber of 
a tube, will excite the globe or tube to a great degree, with 
very little fri&ion ; efpecially if the rubbers be made more damp, 
or cry, as occafion may require* 
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